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Description 

Background of the Invention 

5 [0001] The invention relates to catalyst supports, supported catalysts and methods of making and using them in 

heterogeneous catalytic reactions. 

[0002] Heterogeneous catalytic reactions are widely used in chemical processes In the petroleum, petrochemical 
and chemical Industries. Such reactions are commonly perfomied with the reactant(s} and product(s} in the fluid phase 
and the catalyst in the solid phase. In heterogeneous catalytic reactions, the reaction occurs at the Interface between 

10 phases, i.e. . the interface between the fluid phase of the reactant(s) and product(s) and the solid phase of the supported 
catalyst. Hence, the properties of the surface of a heterogeneous supported catalyst are significant factors in the ef- 
fective use of that catalyst. Specificaily, the surface area of the active catalyst, as supported, and the accessibility of 
that surface area to reactant chemlsorption and product desorptlon are important. These factors affect the activity of 
the catalyst, i.e., the rate of coriversion of reactants to products. The chemteal purity of the catalyst and the catalyst 

15 support have an important effect on the selectivity of the catalyst, i.e.. the degree to which the catalyst produces one 
product from among several products, and the life of the catalyst. 

[0003] Generally catalytic activity is proportional to catalyst surface area and high specific area Is therefore desirable. 
However, that surface area must be accessible to reactants and products as welt as to heat flow. The chemlsorption 
of a reactant by a catalyst surface is preceded by the diffusion of that recant through the Internal structure of the 
so catalyst and the catalyst support, If any. The catalytic reaction of the reactant to a product is followed by the diffusion 
of the product away from the catalyst and catalyst support. Heat must be able to flow into and but of the catalyst support 
as well. 

[0004] Since the active catalyst compounds are often supported on the intemal structure of a support, the accessibility 
of the internal structure of a support material to reactant(s), product(s) and heat flow Is Important. Porosity and pore 

^ size distribution are measures of that accessibility. AcUvated cart>ons and charcoals used as catalyst supports have 
surface areas of about 1 000 square meters per gram and porosities of less than one milliliter per gram. However, much 
of this surface area and porosity, as niuch as 50%, and often more, is associated with micropores, i.e., pores with pore 
diameters of 2 nanometers or less. These pores can be Inaccessible Ipecause of diffusion limitations. They are easily 
-plugged and thereby deactivated. Thus, high porosity material where the pores are nrtalnly in the mesopore (>2 ha- 

30 nometers) or macropore (>50 nanometers) ranges are most desirable. 

[0005] It Is also Important that supported catalysts not fracture or attrit during use because such fragments rh'ay 
become entrained in the reaction stream and must then be separated from the reaction mixture. The cost of repiadng 
attritted catalyst, the cost of separating It from the reaction mixture and the risk of contaminating the product are all 
burdens upon the process. In other processes, e.g. where the solid supported catalyst is filtered from the process 

35 stream and recycled to the reaction zone, the fines may plug the filters and disrupt the process. 

[0006] It Is also important that a catalyst, at the very least, minimize its contribution to the chemical contamination 
of reactant(s) and product(s). In the case of a catalyst support, this Is even mote important since the support Is a 
potential source of contamination both to the catalyst it supports and to the chemical process; Further, some catalysts 
are particularly sensitive to contamination that can either promote unwanted competing reactions, i.e., affect its selec- 

40 tivity, or render the catalyst ineffective, i.e., "poison" it. Charcoal and commercial graphites or carbons made from 
petroleum residues usually contain trace amounts of sulfur or nitrogen as well as metals comrnon to biological systems 
and may be undesirable for that reason. 

[0007] While activated charcoals and other caribon-contalning materials have been used as catalyst supports, none 
have heretofore had all of the requisite qualities of porosity and pore size distribution, resistance to attrition and purity 
45 for the conduct of a variety of organic chemical reactions. 

OBJECTS OF THE INVENTION 

[0008] it is therefore a primary object of the invention to provide improved catalyst supports and supported catalyists 
so for heterogeneous catalytic reactions for use in chemical processes in the petroleum, petrochemical and chemical 
industries. 

[0009] It is a further object of the invention to provide improved, substantially pure, cartwn catalyst support of high 
porosity, purity and resistance to attrition. 

[0010] It is another object of the invention to improve the acti>rity and selectivity of supported catalysts. 
55 [001 1 ] It is still a further object of the invention to provide improved methods for preparing supported catalysts. 
[0012] It Is still a further and related object of the invention to improve the economics and reliability of making and 
using supported catalysts. 
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SUMMARY OFtHE INVENTION 

[0013] The invention is in a supported catalyst for conducting a fluid phase catalytic chemical reaction, processes 
for performing a catalytic chemical reaction in fluid phase using the supported catalyst and a process for malclng the 
supported catalyst. 

[001 4] The supported catalyst of the Invention comprises a support comprising a carbon fibril aggregate and a cat- 
alytically effective amount of a catalyst supported thereon. The fibril aggregates comprise a plurality of carbon fibrils, 
each comprising multiple, essentially continuous, generally parallel layers of ordered graphitic carbon. In a prefen'ed 
embodiment these graphitic layers are disposed in substantially parallel relation to the central axis of the fibril and a 
preponderance of the fibrils have an external diameter of about 3.5 to 75 nanometers and a length-to-dlameter ratio 
of at least about 5. 

[001 5J Fibril-aggregate-supported catalysts of the present invention have unique properties. They are exceptionally 
macroporous and they are pure ahd they are resistant to attrition and consequently can be separated from a fluid phase 
reaction medium over a long service life. The uniquely high macroporosity of cartjon fibril aggregates, the result of their 
macroscopic morphology, greatly facilitates the diffusion of reactants and products and the flow of heat into and out of 
the supported catalyst. This unique porosity results from a random entanglement or intertwining of fibrils that generates 
an unusually high internal void volume comprising mainly macropores in a dynamic, rather than static state. Sustained 
separability from fluid phase and lower losses of catalyst as fines also Improves process perfonmance and economics. 
Other advantages of the fibril aggregates as catalyst supports include high purity, improved catalyst loading capacity 
and chemical resistance to acids and bases. 

BRIEF DESCRIFT10N OF THE DRAWINGS 

[0016] 

Fig. 1 is a schematic diagram of a catalytic reaction process perfonmed with fibril-aggregate supported catalysts 
of the invention. 

DETAILED DESCRIPTiON OF THE INVENTION 

[0017] The carbon fibril aggregates used as catalyst supports in the Invention are formed of a plurality of carison 
fibrils characterized by an outer region of multiple, essentially continuous, generially parallel layers of ordered graphitic 
cariaon atoms. The orientation of these layers with respect to the central axis of the fibril may vary from substantially 
parallel i.e. 0" angle of inclination to substantially perpendicular i.e., 90° angle of inclination. 
[0018] In a preferred embodiment of the invention, the layers of graphitic carbon are in a substantially parallel rela- 
tionship and a preponderance of fibrils have an extemal diameter of about 3.5 to about 75 nanometers, a length-to- 
dlameter ratio of at least about 5 and preferably at least 100 or even 1000. 

[0019] Such carbon fibrils are described in Tennent et al., U.S.S.N. 871,676, filed June 6. 1986 ("Novel Cart)on 
Fibrils, Method for Producing Same and Compositions Containing Same"), Tennent et al., U.S.S.N. 871 .675, filed June 
6, 1986 ("Novel Carbon Fibrils, IWethod for Producing Same and Encapsulated Catalyst"), Snyder et al., U.S.S.N. 
149,573 filed January 28, 1988 ("Carbon Fibrils"), Mandeville et al., U.S.S.N. 285,817 filed December 16, 1988 ("Fi- 
brils"), and McCarthy et al., U.S.S.N. 351,967 filed May 15, 1989 ("Surface Treatment of Carbon Microfibers"), all of 
which are assigned to the same assignee as the Invention here and are hereby incorporated by reference. Other carbon 
fibrils include those having a fishbone morphology ("FB") as described In U.S. Patent No. 4,855,091 to Geus et al. 
[0020] Carbon fibril aggregates of the invention have a variety of macroscopic morphologies as detemiined by scan- 
ning electron microscopy, including bird nest ("BN"), combed yam ("CY") and open net ("ON"). Bird nest aggregates 
resemble bird nests and are characterized by individual cartoon fibrils randomly entangled with each other to form 
entangled balls of carbon fibrils. Combed yam aggregates resemble combed yam and are comprised of bundles of 
straight to slightly bent or kinlced carbon fibrils having substantially the same relative orientation with respect to each 
other. In other words, the longitudinal axis of each carbon fibril, despite individual bends or kinks, extends in the same 
general direction as that of the surrounding fibrils in the bundles. Open net aggregates resemble an open net and 
comprise straight to slightly bent or kinked cari^on fibrils that are loosely entangled with each other. Open net aggregates 
have a degree of fibril entanglement that is greaterthan that observed In combed yarn aggregates in which the Individual 
fibrils have substantially the same relative orientation, but that is less than that of bird nest aggregates. Combed yam 
and open net aggregates are more readily dispersed than bird nest aggregates. 

[0021] The random entanglement of fibrils in the bird nest (BN) morphology or the partially (loosely) intertwined fibrils 
in the combined yam (CY) morphology results in a unique porosity and pore structure. Since the Individual fibrils are 
in the range of 3.5-70 nanometers in diameter, the pores formed by the entangled or loosely intertwined strands are 
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of comparable dimensions. Additionally, since the strands are not chemically or physically attached other than by 
relatively weak van der Waals attractions intermittently spaced, somemovementof the strands or portions of the strands 
relative to each other can occur either randomly or on demand. Thus, the pores are in a "dynamic" rather than static 
state. This results In a support where traditional micropores (<20 A) are non>existent, and where the entire porosity is 
available to the fluid medium as meso- or macropores. This Is highly advantageous for performing catalytic reactions. 
[0022] Carbon fibril aggregates are prepared by contacting a carbon-containing gas with a metal catalyst in a reactor 
attemperature and other conditions sufficient to produce them with the above-described fibril structure and macroscopic 
aggregate morphology. Reaction temperatures are 400-850' C, more preferably eOO-ZSC C. Fibril aggregates are 
preferably prepared continuously by bringing the reactor to the reaction temperature, adding supported metal catalyst 
particles, and then continuously contacting the supported catalyst with the carbon-containing gas. Examples of suitable 
feed gases Include aliphatic hydrocartons, e.g., ethylene, propylene, propane, and methane; carbon monoxide; aro- 
matic hydrocarbons, e.g., benzene, naphthalene, and toluene; and oxygenated hydrocarbons. Additionally, hydrogen 
may be Included in the feed. Preferred catalysts contain Iron and, preferably, at least one element chosen from Group 
VIB of the Periodic Table (CAS Version) (e.g., molybdenum, tungsten, or chromium). Group VIIA (e.g., manganese), 
or the Lanthanlde Series (e.g.. cerium). 

[0023] Tlie macroscopic morphology of the fibril aggregate, i.e., whether it is a combed yam, open net or bird nest, 
is controlled by the choice of the catalyst support that is used in producing the fibril aggregate. Spherical supports grow 
carbon fibrils in random directions leading to the formation of bird nest aggregates. Combed yarn and open net aggre- 
gates are prepared using supports having one or more readily cleavable planar surfaces, e.g. . an iron or Iron-containing 
metal catalyst particle deposited on a support material having one or more readily cleavable surfaces and a surface 
area of at least 1 m^/g. 

Preferred support materials for making fibril aggregates Include spherical fumed alumina and activated alumina or 
magnesia In the form of aggregates of tabular, prismatic, or platelet crystals. Such material is commercially available, 
e.g., spherical fumed alumina from DeGussa. activated alumina from Strem Chemicals and magnesia from Alfa Inor- 
ganics. The spherical fumed alumina particles yield primarily bird nest aggregates, while the activated alumina supports 
yield primarily combed yam aggregates and the magnesia supports yield primarily open net aggregates. 
[0024] It is believed that in the fomriatlon of combed yarn and open net fibril aggregates that deposition of a catalyst 
on a support comprising readily cleavable planar surfaces allows the cariaon fibrils to assist each other as they grow, 
creating a "neighbor" effect. As the catalyst particles deposited on the flat surfaces Initiate cartoon fibril growth, the 
Individual fibrils are influenced by their "neighbors". In the case of the activated alumina support, this leads primarily 
to corribed yam fibril aggregates in which the individual fibrils have the same relative orientation. The magnesia sup^ 
ports, although having readily cleavable planar surfaces, yield primarily open net fibril aggregates In which the cariDon 
fibrils are lightly entangled because the magnesia support breaks apart more readily than the activated alumina support 
during fibril growth, resulting in fibril aggregates that are less ordered than the combed yam aggregates but more, 
ordered than the entangled fibril balls of bird nest aggregates. The oxide precursors used to generate the metal catalyst 
particles also affect the tendency of the aggregate-fomtlng catalyst support to break apart. The more rieadily the oxide 
and support can form a mixed oxide at the Interface between them, the more likely the support Is to break apart. 
[0025] Further details regarding the fonrnation of carit^on fibril aggregates may be found In the disclosure of Snyder 
et al., U.S. Patent Application Serial No. 149,573, filed January 28, 1988, and Moy et al., U.S. Patent Application Serial 
No. 41 3,837 filed September 28, 1 989 ("Fibril Aggregates and Method of Making Same"), ell of which are assigned to 
the same assignee as the invention here and are hereby incorporated by reference. 

[0026] Improved fibril aggregates for use in the Invention can be made In accordance with methods disclosed In U. 

S. Patent Applfcallon Serial No. , filed on even date by David Moy and AsIf Chishtl entitled "Improved 

Methods and Catalysts for the Manufacture of Cartjon Fibrils" the disclosure of which is incorporated here by reference. 
[0027] As a catalyst support, cartDon fibril aggregates provide superior chemical and physical properties in porosity, 
surface area, separability, purity, catalyst loading capacity and chemtoal resistance to acids and bases. Caril)on fibril 
aggregates have porosities as high as 8 ml/gm of aggregate support, high catalyst loading capacity, excellent sepa- 
rability from fluid phase owing to their resistance to attrition below a size of about 0.5 micron, surface areas of about 
250 to about 300 m^/gm and capable of. being as high as 1000 m^/gm, high compositional purity, i.e., freedom from 
contiaminahts. 

[0028] Porosities of from about 2 to about 8 ml/gm and typically from about 5 to about 8 ml/gm, ensure increased 
accessibility to the active catalyst compound supported on the internal surfaces of the aggregate and confer a com- 
mensurate increase in the effective activity of the supported catalyst. Porosity Is typteally meai&ured by evacuating all 
gases from a weighed sample of fibrils at a pressure <0.1 mm Hg; absorbing, m vacuo , a liquid, e.g., distilled water, 
suitable for such measurements just to the point of saturation; removing all liquid adhered to the fibril particles by 
filtering it through No. 50 Whatman filter paper with a water aspirator just to the formation of mud cracks in the filter 
cake; weighing the liquid-saturated fibril filter cake; and calculating the volume occupied by the liquid from the known 
weights of the fibrils, the absort>ed liquid and the liquid density. 
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[0029] Carbon fibril aggregate catatyst supports have a high Intemat void volume that ameliorates the plugging prob- 
lem encountered in various processes. Moreover, the preponderance of large pores obviates the problems often en- 
countered In diffusion or mass transfer limited reactions. The high porosities ensure significantly increased catalyst life 
since more catalyst can be loaded onto the support. 

[0030] The carbon fibril aggregate catalyst supports of the invention have improved physical strength and resist 
attrition. In normal service they attrit only to a size of about two microns. When severe attrition does occur the attritted 
particles are typically above about 0.5 micron. Further, attritted fibril aggregates tend to setf-flocculate, such that even 
when reduced to particles of about 0.5 micron they seif-flocculate fonning larger size agglomerates, remaining sepa- 
rable as compared to other 0.5 micron sized particles, 

[0031] Carbon fibril aggregates, which are highly graphitic, have a higher surface area than other synthetic graphites, 
typically 250^00 m^gm for fibril aggregates vs. 10 m^/g for synthetic graphite. If surface areas higher than 250-300 
m^gm are desired, fibril aggregates can be surface-oxidized to provide surfaces with surface areas above 1000 m^/ 
gm. An advantage of surface-oxidized carbon fibril aggregates over activated carbon is that only the surfaces; of indi- 
vidual strands of carbon fibrils are modified and structural integrity of the aggregate remains intact, thereby providing 
Increased surface area without any diminution in structural integrity. 

[0032] The chemical purity of fibril aggregates has a posith/e effect on the selectivity of a supported catalyst since 
contamination-induced side reactions are minimized. Carbon fibril aggregates are essentially pure carbon with only 
small amounts of encapsulated catalytic metal compounds remaining from the process In which the fibril aggregate 
was fomrted. The encapsulated fibrll-fonning metal compound does not act as a catalyst poison or as a selectivity- 
affecting contaminant. 

[0033] The combination of properties offered by fibril aggregates Is unique. No known catalyst supports combine 
such high porosity, high surface area and high attrition resistance. The combination of properties offered by fibril ag- 
gregates is advantageous in any catalyst system amenable to the use of a carbon support. The multiple carbon fibrils 
that make up a cart>oh fibril aggregate provide a large number of Junctton points at which catalyst particles can adhere 
to multiple fibrils In the fibril aggregate. Tbis provides a catalyst support that more tenacious^ holds the supported 
catalyst. Further, carbon fibril aggregates pemnit high catalyst loadings per unit weight of fibril and this isrovldes a 
greater reserve capacity of catalyst. Catalyst loadings are generally greater than 0.01 weight percent and preferably 
greater than 0.1 weight percent based on the total weight of the supported fibril-fomiing catalyst. Catalyst loadings 
greater than 50 weight percent of active catalyst based on the total weight of the supported catalyst are easily within 
the contemplation of the invention, i.e., loadings In excess of 100 weight percent based on the weight of the fibril 
aggregate-sujsport of the lnventk>n, owing to the porosity of fibril aggregates and other factors discussed herein. 
[0034] Because of their high purity, carbon fibril aggregates have the properties of high purity graphite and, therefore, 
exhibit high resistance to attack by acids and bases. This characteristic Is advantageous since one path to regetnerating 
catalysts is regeneration with an acid or a base. Regeneration processes can be used which erriploy strong acids or 
strong bases. Their high purity also allows them to be used in very corrosive environments. 

METHOD OF MAKING SUPPORTED CATALYSTS 

[0035] Supported catalysts are made by supporting a catalytlcally effective amount of a catalyst on the fibril aggre- 
gate. The term "on the fibril aggregate" embraces, without limitation, on, In and within the aggregate and on the con- 
stituent fibrils thereof. The aforesaid temis may be used interchangeably. 

[0036] Three basic methods of preparing heterogeneous supported catalysts are adsorption. Incipient wetness im- 
pregnation and precipitation. Supported catalysts may be prepared by either Incorporating the catatyst onto the aggre- 
gate support or by fomning it in situ and the catalyst may be either active before it is placed in the aggregate or activated 
in situ. Desirable active catalysts are the platinum group (ruthenium, osmium, rhodium, iridium, palladium and platinum 
or a mixture ihereoO and, preferably, palladium and platinum or a mixture thereof. 

[0037] The catalyst, such as a coordination complex of a catalytic transition metal, such as palladium, rhodium or 
platinum, and a llgand, such as a phosphine. can be adsort)ed by slunying the fibril aggregate in a solution of the 
catalyst or catalyst precursor for an appropriate time for the desired loading. 

[0038] In Impregnation by incipient wetness, a solution of the catalyst or catalyst precursor is absorbed by the dry 
fibril aggregate just to the point of saturation. Since the Internal void volumes are very high (up to 8 cc/g with water) 
loadings in excess of 2-3 g of active catalyst/g of fibril aggregate can be obtained (e.g., 2.9 g Zn(OAc}2/g BN fibril 
aggregate). Multiple Impregnations can result In even higher loadings. 

[0039] Altematively, the catalyst or a catalyst precursor can be precipitated directly onto the surfaces of the aggregate. 
This method wotks well with oxide and mixed oxide catalysts. For example, a metal oxide can be first deposited on 
the fibril aggregate and the active catalyst then deposited in a second step. This deposition can be acconnipiished by 
loading a precursor of the metal oxide or catalyst by incipient wetness followed by addition of a precipitating agent, e. 
g., a base, or, the mixed oxide catalyst can be deposited analogously in a single step. 
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[0040J Aggregate-supported catalytic metal oxides and hydrated oxides can be prepared by precipitating them from 
aqueous solutions of water-soluble salts of the metals, such as by adjusting the pH of the solution. The corresponding 

sulfides can be riiade from these oxides and hydrated oxides. U.S. Patent Application Serial No. , 

filed on even date by David Moy and Asif Chishtl entitled "inr^roved Methods and Catalysts for the Manufacture of 
5 Carbon Fibrils" the disclosure of which is incorporated here by reference, describes such precipitation In the context 
of fibril aggregate-supported catalysts for making fibrils and fibril aggregates. 

[0041] Fibril aggregates can be wetted with a catalyst precursor, such as a metal cation or metal complex In a suitable 
solvent system, dried, and then wetted with an activator, such as a suitable anion in a suitable solvent system or an 
acid or base In a suitable solvent, so as to produce the catalyst In situ within the fibril aggregate structure. As an 
10 altenialive, the sequence may be reversed. 

[00421 Still another method of making a supported catalyst is by adsorbing a catalyst precursor, such as a catloh or 
metalate of a catalytic transition metal in solution, onto the fibril aggregate and then reducing or oxidizing the precursor 
to the catalyst, such as to the metal or metal oxide. 

[0043] The catalyst can also be coprecipitated onto the fibril aggregate along with another material, such as amaterial 
IS that Is compatible with both the catalyst and the fibril aggregate where the cataiyist is not compatible with the fibril 
aggregate. This technique opens the range of candidate catalysts for support by the fibril aggregates. For Instance, a 
fenic oxide (FeaOa) catalyst can be coprecipitated with alumina (AlgOg) or molybdena (M0O3) to form a coprecipitated 
mixed oxide catalyst, which may be reduced prior to the intended reaction, supported on the fibril aggregate. 
[0044] Further, the fibril aggregate support may be pretreated with an acid and/or base before being Imparted with 
20 catalytic activity. 

[0045] Carbon fibril aggregates can be used to support catalysts other than those which are nomially supported on 
carijon. A cosupport such as alumina, magnesia, silica, silica-alumina, silica-magnesia or a zeolite can be deposited 
or formed within a fibril aggregate and provide a support for a catalyst that is amenable to use only with the cosupport 
and still be effecth/e because of the porosity of the fibril aggregate. By the same token a catalyst and a compatibility 

2S material can be coprecipitated on the fibril aggregate with the catalyst not othenwise being capable of attachment to a 
fibril aggregate. In other words, the porosity of fibril aggr-egates penmit them to hold cosupiport or copreclpit€^ted catalyst 
material and still have sufficient porosity to provide access to reactant(s), product(s) and heat flow. Because of the 
very low bulk densities of carbon fibril aggregates (0.08-0.1 5 g/cc) and the resistance to attrition to less than 0.5 micron, 
the resulting cosupported or mixed oxide catalysts are suitable for fluldized bed or other catalytic processes requiring 

30 attrition resistance. 

[0046] In addition, the surfaces of the individual fibrils in the aggregate can be modified In order to either Increase 
surface area or to modify their chemical properties to make Ihehri amenable to support of an even broader range of 
catalyst materials, it is also possible, because of the extreme porosity to apply multiple layers of materials to these 
surfaces. 

35 

METHODS OF USING SUPPORTED CATALYSTS 

[0047] Catbon fibril aggregates are candidates for use as catalyst supports for catalysts that heretofore utilized car- 
bon as a support material. These catalysts may catalyze substitution - nucieophiric, electrophilic or free radical; addition 

40 - nucleophilic, electrophilic, free radical or simultaneous; p-elimination; rean^angement - nucleophilic, electrophilic or 
free radical; oxidation; or reduction reactions. The foregoing reactions are defined in March, J. Advanced Organic 
Chemistry (3rd ed.. 1985) at pp. 180-182. See also Grant and Hackh's Chemical Dictionary (5th ed. 1987). More 
partteularly, cart3on fibril aggregates of the Inventton may be used as catalyst supports for catalystis for slunled liquid 
phase precious metal hydrogenation or dehydrogenation catalysis, Flscher-Tropsch catalysis, ammonia synthesis ca- 

45 talysis, hydrodesulfurization or hydrodenitrogenation catalysis, the catalytic oxidation of methanol to formaldehyde, 
and fibril- and/or fibril aggregate-fomning catalysts. Typteal heterogeneous catalytic reactions and the catalysts that 
are candidates for support on fibril aggregates are set forth In Table I below. 
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Reaction 


catalyst | 


5 


Hydrogenation 




Olefin -» alkane 


Pt, Pd, Rh, Ru 




3H9 + 2NH3 


Fe 




2H:> + CO - CH^OH 


Cu*/ZnO 


10 


Heptane -* toluene + 4H^ 


Pt ^ 




Acetone + H5 2-propanbl 


Pt, Copper chromite 


15 


+ aldehyde alcohol 


Pt, Pd, Rh, Ru 


nitrobenzene aniline 


Pd 




ammonium nitrate hydroxy lamine 


Pd 


20 


alkene alkane 

substituted alkehe -* substituted alkane 


Pd, Pt, Rh, RU 




rehydrogena tion 


25 


ZHOCMjCBjOH ►jj^ ^ • H2 ♦ Hj 0 


Pt 


30 


2,3-dib]fdxodioiiii 






cyclohexanone phenol + H5 


Pt 




Aromatlzatlon 






Pd, Pt, Rh 


40 










Pt 


45 


Polymerization 




C,Ha -* linear polyethylene 


Cr2+/SiO, 




Olefin metathesis 


50 


2C,Hft - C,Ha + CH,CH^CHCH, 


Mo**/Al9d, 




Oxidation 




CH,OH + %09 - CH,0 + H,0 


Fe^O-) • HoO<) 


55 


H9O + CO -* H, + CO, 


Fe,04, Nl, CuO/ZnO 
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iOj ^. CH2CH2 CH3CH0 


PdCl and similar | 
salts of noble metals 1 


RCH,OH - RCHO + 


Pt 1 


Glucose d'glucuronic acid 


Pt Jl 


Oligomerlzation | 


ctimethylacetylene dicarboxylate -» 
hexanethyl mellitate 


Pd 


Isomerization 




Pd 




Q- CI.C.. •^P-Mi.-Q 




1. Carljonylatioji 


CO + CH^OH - CH^COOH 


Rh 


Decarbonylation 




Pd 


ciic{e>,),ei, . CO 




Hydrosilation 


SiH ( CH3 ) ,+cyclooctadxene-l , 3 
3 -tr iinethy Is 1 ly 1-cyclooctene 


Pt 



[0048] The process of performing a heterogeneous catalytic chemical reaction In fluid phase with supported catalysts 
of the invention comprises contacting a reactant with a supported catalyst in fluid phase under suitable reaction con- 
ditions. The process may be a batch process or a continuous process, such as a plug flow process or a gradientless 
process, e.g., a fluldlzed bed process. The supported catalysts of the Invention are particularly useful fn catalytic proc^ 
esses where the reaction environment subjects the supported catalyst to mechanical stresses such as those using 
liquid phase sluriy reactors, trickle bed reactors or fluldlzed bed reactors. The attrition resistance and high loading' 
capability of the supported catalyst are particularly beneficial In these environments. 

[0049] in a batch process, the reactant(s) are reacted in the presence of the supported catalyst in a reaction vessel, 
preferably under agitation, and then the supported catalyst is separated from the reactant(s}/^roduct(s) mixture by 
suitable means for reuse, such as by a filter or a centrifuge. 

[0050] Fig. 1 schematically illustrates a batch hydrogenation process ^ Supported catalyst is placed in a batch 
reaction vessel 10 to which hydrogen and reactant are added. The vessel Is closed and the hydrogenation reaction 
perfomied under agitation. On completion of the reaction, the vessel contents are passed through line 14 to a filter 20 
where the supported catalyst is separated and returned to the reaction vessel 10 via return line 22 and the remainder 
of the vessel contents passed to the next stage of the process via line 24. 

[0051] In a plug flow process, the reactant(s) pass through a stationary bed of supported catalyst, such that the 
concentration of product(s) increases as the reactant(s) pass through the catalyst bed. Any supported catalyst that 
becomes entrained in this flow can be separated by suitable means from the reactant(s)/product(s) stream and recycled 
into the bed. 

[0052] In a moving bed or fluldlzed bed process, the supported catalyst is fluidlzed or entrained with the flow of 
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rGactant(s) in the process. The supported catalyst flows concurrently with the reactant{s)/product(s). At the end of the 
reaction step, any entrained supported catalyst is separated from the un reacted reactant(s)/product(s) stream, such 
as by fitter, centrifuge or cyclone separator, and recycled to the beginning of the reaction step. 
[0053] In a fluldl2ed bed process, a bed of the supported catalyst Is fluldlzed but remains within the bounds of a fixed 
zone as the reactant(s) move through the bed and react to form product(s). In this situation any supported catalyst that 
becomes entrained In the reactant(s)/product(s) stream may be separated by suitable means and retumed to the 
fluldized bed. 

[0054] In a further fonn of continuous process, the supported catalyst moves counter-current to the flow of reactant 
(s). For example, the reactant may be introduced as a gas into the base of a vertical reaction vessel and removed from 
thetopasproduct(s}. The supported catalyst Is Introduced at the top of the vessel and cascades turbulently downwardly 
through the upward gas flow to be withdrawn from the bottom for recycle to the top of the vessel. Any supported catalyst 
entrained in the gas flow exiting the vessel could be separated and recycled to the top of the vessel for recycle Into 
the reaction vessel. 

[0055] The fibril aggi'egate supports of the invention can also be used as supports for what would otherwise be 
homogeneous catalysis, a technique sometimes called supported liquid phase catalysis. Their use as supports permits 
homogeneous catalytic processes to be run using heterogeneous catalysis techniques. In supported liquid phase ca- 
talysis, the reactant(s) and catalyst are molecularly dispersed in the liquid phase that Is supported within the structure 

of the fibril aggregate. 

[0056] The high intemal volume of fibril aggregates, as evidenced by their porosity, pemiits therh to be loaded with 
a liquid phase catalyst, much like a sponge, and used as a catalyst, but in a solid particle form. Each catalyst-loaded 
fibril aggregate can be viewed as a micrbreactor In that the Interior of the aggregate Is loaded with a continuous liquid 
phase containing catalyst or a plurality of droplets of catalyst In solution. Consequently, the aggregate behaves both 
as a solid particle for material handling purposes and as a homogeneous liquid catalyst for reaction purposes. The 
usefulness of carbon fibril aggregates Is aided In this regard by their chemical stability. The advantages In using ho- 
mogeneous catalyst-loaded fibril aggregates are the ease of separating the catalyst from the product stream, ease In 
carrying out the process, equipment sizing and in avoiding corrosion in the condensed liquid phase. 
[0057] Fibril aggregates are amenable to use as supports in the catalysis of substitutions, additions, p-ellminations, 
.rearrangements, oxidations and reductions. More specifically, they are useful in hydroformylation and carbonylatlon 
reactions and the Wacker process. 

[0058] In carbonylatlon reactions, a catalyst-loaded fibril aggregate is prepared by absorbing a solution of the carb- 
onylatlon catalyst, such as rhodium chloride andtrlphenyl phosphine, In a higher boiling point soh/ent, such as meslt- 
ylene or pseudocumene, Into dry fibril aggregates, such as bird nest aggregates. 

[0059] The carbonylatlon reaction Iscanledoutby contacting a vapor phase feedstock with the catalyst at appropriate 
temperatures and pressures. The feedstock mixture maybe, e.g., carbon monoxide, methyl acetate, methyl Iodide and 
solvent. The feedstock Is absorbed and molecularly dispersed in the catalyst solution and reacts In the liquid phase. 
The reaction can be carried out In a slurry phase reaction as previously described or in a fixed bed reaction. 
[0060] The products of reaction, such as acetk: anhydride and/or acetb acid and byproducts, are removed from the 
fibril aggregate particles by vaporization or filtration. 

[0061] In the Wacker Process, a catalyst-loaded fibril aggregate is prepared by absorbing a catalyst, such as palla- 
dium chloride, copper chloride, potassium chloride or lithium chloride, in a solvent such as water, Into dry fibril aggre- 
gates. The loaded catalyst is then placed into a slurry phase or fixed bed reactor and vapor phase reactants, such as 
ethylene, oxygen and hydrogen chloride, are passed through the bed at appropriate partial pressures and temperatures. 
The products, such as acetaldehyde and water can be separated from the catalyst by vaporization or filtration. 

EXAMPLES 

[0062] Examples I through VII describe the preparation of supported catalysts in accordance with the invention for 
various chemical processes and their use in those processes. 

EXAMPLE I. 

[0063] This example describes the preparation by incipient wetness of a fibril aggregate-supported catalyst for a 
liquid phase slurry, precious metal hydrogenation and the use of the catalyst in the hydrogenatlon of phenol to cy- 
dohexanone/ cyclohexanol. 

[0064] A sample of BN fibril aggregates (void volume of 7.0 cc HgO/g) is washed extensively with 6 N HCI, distilled 
water, and Is then dried. 10.0 g of the dry aggregates are added to a 1 liter 2-neck flask equipped with a 100 cc long- 
stem addition funnel and a stopcock attached to a vacuum source. The fibril sample is degassed at 0.1 mm Hg. Eighty 
cubte centimeters of 0.01 35M solution of PdClg (from AESAR) In 6 N HCI is added to the addition funnel. While still 
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under vacuum, the solution is slowly and carefully added to tlie dry, degassed fibrils. The flask is shaken frequently to 
mix the partially wetted fibrils as the addition Is perfomed. Addition is continued until the point of saturation is just 
reached. A total of 72.5 cc Is added. The flask is then placed onto a rotary evaporator and is dried at 0.1 mm Hg and 
80"C for several hours. The dried catalyst is reduced by reaction with 5% H2 in a 2 inch quartz tube at 200°C until the 

5 gaseous efflueht no longer tests positive for CI*. Nominal loading on the catalyst is 1 .1 % palladium by weight. 

[0065] The test for catalytic activity is perfomied in a 50 cubic centimeter stainless steel autoclave at 1 60*C and a 
total pressure of 5 atmosphere. Products are analyzed on a Varian 3700 gas chromatograph using a capillary SPB-5 
column. Ten grams of phenol (Aldrich Chemical, ACS Reagent) is loaded in the autoclave with 0.2 g of the catalyst. 
The autoclave is sealed and alt air is removed by purging twice with argon. The autoclave Is then heated under an 

10 atmosphere of with stirring (800 rpm) to iOO^C, after which the pressure regulator for the system Is set to 5 athn 
and the temperature controller set for 1 60'C. On reaching these conditions, reaction is allowed to proceed for 1 5 min. 
A 1.0 cc sample is withdrawn every 5 min. for analysis. The rates of formation for cydohexanone and cyclohexanol 
are 16.0 and 0.12 g/g cat-s or liters per gram of catalyst-second, respectively. 

15 EXAMPLE II. 

[0066] This example describes the preparation of a fibril aggregate-supported catalyst for the Fischer-Tropsch proc- 
ess and the use of the catalyst in that process. 

[0067] Ten grams of BN fibril aggregates (void volume, 7.0 cc/g) is dispersed with 600 cubte centimeters of delonized 
20 water for 2 minutes in a Waring blender to fomn a thick paste. This is then slun-ied with an additional 1 liter of water in 
a 3 liter 3-neck indented flask fitted with a top stirrer. One hundred twenty grams of 41% Fe(N03)3 from Blue Grass 
Chemical is added to the slurry and, with vigorous stirring, is neutralized with a solution of 20 weight percent potassium 
carbonate to a pH>7. The slurry is filtered and washed lightly and then is dried at 1 BO'C In a convection oven. Nominal 
loading of the catalyst is 1 .1 g of iron per gram of carbon fibril aggregate. 
25 [0068] The catalyst is ground and reduced In H2 at 350*C for 6 hrs. It is added to a fiuidized bed reactor at 340''C 
and charged with a 6/1 ratio of Hj/CO at 2.5 MPa and at sufficient velocity to maintain a fluldlzed bed. After equilibrium 
Is reached, analysis by gas chromatography of the liquid product collected downstream is: 



30 



Fraction 


Cg-C^o 


Cii-C,Q 


Olefins 


70 


60 


Paraffins 


13 


15 


Oxygenates 


12 


10 


Aromatics 


5 


15 



35 

EXAMPLE III. 

[0069] This example describes the preparation of a fibril aggregate-supported FegOg/MgO catalyst for an ammonia 
synthesis process and the use of the catalyst in an ammonia synthesis process, 

40 [0070] IVIagnesia (Martin Marietta MagChem 50) (29.6 grams) Is slurried with delonized water at 80'C for 3 hrs. and 
Is then allowed to cool. BN fibril aggregates (3.3 grams) (void volume 7.0, surface area 290 M^/g) is added to the MgO/ 
Mg(0H)2 slurry and the mixture stinted in a Waring blender for 2 min. 67.6 g of a 41 % solution of Fe(N03)3 In delonized 
water is mixed with a solution of 2.1 7 g ammonium para-molybdate In delonized water, yielding a clear, orange-brown 
solution. This solution is added to the Mg0/r\^g(0H)2 fibril aggregate sluny with vigorous mixing at a steady dropwise 

45 rate. The resulting siurry Is black. The slun^ is filtered and washed twice with 1 N ammonium acetate by reslurrylng 
and refiltering. The filter cake is dried at 1 BO'C for 1 8 hrs., then calcined at 400°C for 4 hrs. The nominal composition 
of the calcined catalyst is: 33% Fe203, 6.5% M0O3, 48.6% MgO, 12% fibril aggregates. 

[0071] The catalyst is reduced in a H2 stream by gradually Increasing the temperature from 75'>C to 425"C over a 
12 hr. period, followed by 24 hrs. at 425*C. At the end of this time, heat is removed. When the temperature reaches 
50 ambient temperatu re, is purged with argon. The catalyst Is then exposed to a 1 0% COg/argon gas stream to partially 
reoxidize the reduced Fe, which is otherwise pyrophoric. 

[0072] The catalyst is tested for ammonia synthesis in a fixed bed reactor 8.0 g (23.8cc) of catalyst is loaded in a 
3/4" tube. Reactton Is canied out at 480*'C and 25 MPa total pressure with a 3/1 ratio of H2/N2. The exit gas contains 
8% NH3, 23% N2 and 69% H2. This corresponds to a 15% conversion to NH3. 

55 
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EXAMPLE IV. 

[0073] This example describes the preparation of a (ibrtl aggregate-supported catalyst for a hydrodesulfurization 
process by pore filling and the use of the catalyst In a hydrodesulfurization process. 

[0074] Ten grams of BN carbon fibril aggregates (void volume 7 cc/g) Is dispersed in a mixture of 600 cc of a solution 
that is 0.44 M In Co(N03)2 • 6H20 (25.75% CoO) and 0.20 M in ammonium paramofybdate (81 .53% M0O3) in a Waring 
blender for 2 minutes. The slurry is filtered and without further washing, dried at 125°C. The dried catalyst Is calcined 
at 230*C for 6 hours. The catalyst exhibits a nominal loading of 2.3 g CoO, 14.1 g M0O3 (6/1 ratio of MoOa/CoO) and 
10.0 g fibril aggregates. 

[0075J The catalyst Is activated by reduction at 325''C with a gas mixture cbhtafning 2.5% HjS In H2 for 2 hrs. 
[0076] 0.1 g of catalyst is charged into a 500 cc stirred autoclave with 300 cc of 1 vol% solution of thiophene in 
hexadecane. The reactor is charged to 80 atm with H2 and the hydrodesulfurization reaction is carried out at 300'*C. 
One cc samples are withdrawn and analyzed at 5 min. intervals and a pseudo first order rate constant for disappearanca 
of thiojshene Is determined to be 4.5 xlQr^Ug cat-s. 

EXAMPLE V. 

[0077] this example describes the preparation of a fibril aggregate-supported catalyst for a carix)nyIation process 
and the use of the catalyst In a carbonylation process. 

[0078] A homogeneous catalyst solution having 0.001 5M of RhCIs, 0.0005 M of Cr(Cd)6 and 0.005 M of triphenyl 
phosphine dissolved in pseudocumene Is absorbed into the pores of 1 0 g of BN fibril aggregates (void volume, 7.0 cc/ 
g, surface area 290 m^fg. 

[0079] The catalyst solution as a supported liquid phase within the fibril aggregates is loaded Into a fixed bed reactor. 
The pressure in the reactor Is Increased and controlled at 500 psig with CO and the temperature is increased to 200**C. 
-A gas mixture comprising MeOAc, Mel and CO saturated with pseudocumene at 200<*C and 500 psig is prepared such 
that the final conrqsosition of the gas stream Is: 64% CO, 25% MeOAc, 10% Mel, 1% pseudocumene. The gas mixture 
is fed into the fixed bed reactor whereupon MeOAc, Mel and CO dissolve In the supported liquid phase within the fibril 
aggregates and react to fonri acetic anhydride and acetic acid. Products are removed from the reactor by vaporization. 

EXAMPLE VL 

[(3080] This example describes the preparation of a fibril aggregate-supported catalyst for the heterogeneous Wacker 
process and the use of the catalyst In a heterogeneous Wacker process. 

[0081] A homogeneous solution, 0.01 M in PdCl2, 1 .0 M in CUCI2 and 0.001 M In LiCI, is absorbed Into the pores of 
10.0 g BN fibril aggregates (void volume, 7.0 cc/g, surface area 290 m2/g). 

[0082] The catalyst (83 oc) is loaded Into a 1' fixed bed reactor. A gas stream comprising 60% stream, 31% C2H4 
and 9% O2 is fed at 110*>C and 60 psig at a total GHSV of 360. Residence time is approximately 10 sec. The effluent 
contains 18% CH3CHO, 16% C2H4, 1% O2 and the balance, steam. 

EXAMPLE VIL 

[0083] This example describes the preparation of a fibril-supported catalyst for the oxidation of methanol to formal- 
dehyde and the use of the catalyst in that process. 

[0084] A catalyst is prepared by absoriding a solution that Is 0.004 M in ammonium paramolybdate [ (NH4)gM07024 
• 4H20], 0.015 M in Fe(N03)3 and 0.5 M in citric acid into 10.0 g BN fibril aggregates (void volume 7.0 cc/g, surface 
area 290 rr^/g). The impregnated catalyst is dried at 110»C and calcined at 240*C for 4 hrs. Nominal composition of 
the catalyst is 0.65% Fe203, 2.3% M0O3 and 97% Fibril Aggregates. 

[0085] The reactor is a quartz tube, 32 mm OD x 1 000 mm long fitted with a porous fritted glass disc (1 0-20 micron). 
The bed length is 425 mm. The process is carried out at 240'*C and atmospheric pressure with a gas stream comprising 
6% MeOI-i/94% air (vol) at a total gas rate of 125 1/hr. Analysis of products by gas chromatography shows a 98% 
conversion of MeOH with a selectivity to CH2O of 96%. CO (2.5%), CO2 (0.2%) and methyl fomiate (0.5%) are also 
detected. 



Claims 

1 . A supported catalyst for conducting a fluid phase catalytic chemical reaction comprising 
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(a) a catalyst support comprising a carbon fibril aggregate, said fibril aggregate comprising a plurality of carbon 
fibrils having ah outer region of multiple, essentially continuous, generally parallel layers of ordered cariion 
atoms that are graphitic; and 

(b) a catalytically effective amount of a catalyst supported on said aggregate. 

2. A supported catalyst as recited in claim 1 wherein the carbon fibril aggregate is substantially free of micropores 
having a diameter less than 20 A. 

3. A supported catalyst as recited In claim 1 wherein the fibrils have a fishbone morphology. 

4. A supported catalyst for conducting a fluid phase catalytic chemical reaction comprising 

(a) a catalyst support comprising a carbon fibril aggregate, said fibril aggregate comprising a plurality of carisbn 
fibrils having an Outer region of multiple essentially continuous, generally parallel layers of ordered graphitic 
cartjon atoms disposed substantially parallel to the central axis of said fibril, a preponderance of said fibrils 
having an external diameter of about 3.5 to 75 nanometers and a length to diameter" ratio of at least 5, and; 

(b) a catalytically effective arhount of a catalyst supported on said aggregate. 

5. A supported catalyst as recited In claim 4 wherein said fibril aggregate comprises fibrils randomly entangled with 
each other to form entangled balls, bundles of straight to slightly bent or kinked carbon fibrils having substantially 
the same relative orientation, or straight to slightly bent or kinked fibrils which are loosely entangled with each other. 

6. A supported catalyst as recited in daim 4 wherein the carbon fibril aggregate is substantially free of micropores 
having a diameter less than 20 A. 

7. A supported catalyst as recited In claim 4 wherein said fibril aggregate has a porosity from about 2 to about 8 ml/gm. 

8. A supported catalyst as recited in claim 4 wherein said fibril aggregate has a porosity from about 5 to about 8 ml/gm. 

9. A supported catalyst as recited In claim 4 wherein said fibril aggregate has a minimum size of about 0.5 mfcron 
on attrition. 

10. A supported catalyst as recited in claim 5 wherein said fibril aggregate comprises entangled bails. 

11.. A supported catalyst as recited In claim 5 wherein said fibril aggregate comprises loosely entangled fibrils. 

1 2. A supported catalyst as recited In claim 4 wherein said fibril aggregate has a specific surface area of at least about 

250 m2/gm. 

13. A supported catalyst as recited In claim 4 wherein said fibril aggregate comprises essentially pure carbon. 

14. A supported catalyst as recited In claim 4 wherein said fibril aggregate Is surface oxidized. 

15. A supported catalyst as recited In claim 4 wherein the catalyst is selected from ruthenium, osmium, rhodium, 
iridium, palladium, platinum or a mixture thereof. 

1 6. A supported catalyst as recited in claim 4 wherein the catalyst Is palladium. 

17. A supported catalyst as recited in claim 15 wherein the catalyst is platinum. 

IB. A supported catalyst as defined by claim 1 wherein saM catalyst comprises a substitution reaction catalyst, an 
addition reaction catalyst, a ^-elimination reaction catalyst, a rean-angement reaction catalyst, an oxidation reaction 
catalyst, a reduction reaction catalyst or two or more of the foregoing catalysts. 

19, A supported catalyst as recited In claim 1 wherein said catalyst comprises a hydrogenation catalyst, a Fischer- 
Tropsch catalyst, an ammonia synthesis catalyst, a hydrodesulfurization catalyst, a carboxylatlon catalyst, a Wack- 
er process catalyst, a discrete fibrihfonming catalyst or a fibril aggregate-forming catalyst. 
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20. A supported catalyst as recited in claim 1 wherein the amount of catalyst in the supjaorted catalyst is greater than 
about 0.01 weight percent based on the weight of the supported catalyst. 

21. A supported catalyst as recited in claim 1 wherein the anrount of catalyst in the supported catalyst is greater than 
about 50 weight percent based on the weight of the supported catalyst. 

22. A process for performing a catalytic chemical reaction In fluid phase comprising contacting at least one reactant 
In fluid phase under suitable reaction conditions with a supported catalyst that comprises 

(a) a catalyst support comprising a carbon fibril aggregate, said fibril aggregate comprising a plurality of carbon 
fibrils having an outer region of multiple essentially continuous, generally parallel layers of ordered graphitic 
carbon atoms; and 

(b) a catalytically effective amount of a catalyst supported on said aggregate. 

23. A process for performing a catalytic chemical reaction In fluid phase comprising contacting at least one reactant 
in fluid phase under suitable reaction conditions with a supported catalyst that comprises 

(a) a catalyst support comprising a carbon fibril aggregate, said fibril aggregate comprising a plurality of carison 
fibrils having an outer region of multiple essentially continuous, generally parallel layers of or'dered graphitic 
carbon atoms disposed substantially parallel to the central axis of said fibril, a preponderance of said fibrils 
having an external diameter of about 3.5 to 75 nanometers and a length to diameter ratio of at least 5. and; 

(b) a catalytically effective amount of a catalyst supported on said aggregate. 

24. A process as recited In claim 23 wherein said process further comprises separating said supported catalyst from 
one or more products of said reaction. 

25. A process as eclted in claim 23 wherein said process further comprises recycling said supported catalyst to said 
process for contacting said reactant after separating the supported catalyst from said one or more products. 

26. A process as recited in claim 23 wrhere said reaction is conducted in the liquid phase. 

27. A process as defined by claim 23 wherein said reaction is conducted in the gas phase. 

28. A process as redted in claim 23 wherein the reaction Is conducted In a liquid phiase slurry reactor, a trickle bed 
reactor or a fluidized bed reactor. 

29i A process for perfomning a catalytic chemical reaction comprising 

(a) introducing a reactant In vapor phase Into a reaction zone containing a fibril aggregate^upported catalyst 
that comprises 

(I) a catalyst support comprising a cart>on fibril aggregate, said fibril aggregate comprising a plurality of 
carbon fibrils having an outer region of multiple essentially continuous, generally parallel layers of ordered 
graphitic carbon atoms disposed substantially parallel to the central axis of said fibril, a preponderance 
of said fibrils having an external diameter of about 3.5 to 75 nanometers and a length to diameter ratio of 
at least 5, and 

(II) a catalytically effective amount of an active catalyst supported on said aggregate, the acthre catalyst 
being contained within a liquid phase within the said aggregate; and 

(b) absorbing the reactant Into the said liquid phase to conduct said reaction. 

30. A prociess for making a supported catalyst for conducUng a fluid phase catalytic chemical reaction comprising 
depositing a catalytbalty effecth/e amount of a catalyst on carbon fibril aggregate that comprises a plurality of 
carbon fibrils, a preponderance of which have an extemal diameter of about 3.5 to about 75 nanometers, a length- 
to-diameter ratio of at least about 5 and graphitic layers disposed in substantially parallel relation to the central 
axis of the fibril. 

31. A process as recited In claim 30 wherein the catalyst is a muiticomponent catalyst that Is deposited on the fibril 
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aggregate in a single step. 

32. A process as recited in claim 30 wherein the catalyst is a multicomponent catalyst that is deposited on the fibril 
aggregate In multiple sequential steps. 

33. A process as recited in claim 30 wherein the catalyst and at least one other material are coprecipitated on the fibril 
aggregate. 

34. A process as recited In claim 30 wherein the surface of the Individual fibrils in the aggregate are modified to Increase 
surface area. 

35. A process as recited in claim 30 wherein the chemical properties of the surfaces of the Individual fibrils in the 
aggregate are modified to support the catalyst. 

1 . A supported catalyst for conducting a fluid phase catalytic chemical reaction which comjarises: 

(a) a catalyst support comprising a carbon fibril aggregate and a cosupport material, the fibril aggregate 

(1) comprising a plurality of carbon fibrils having an outer region of multiple, esseintlaily continuous, gen- 
. erally parallel layers of ordered graphitic carbon atoms, wherein the graphitic carbon atoms are disposed 
substantially parallel to the central axis of said fibrils, 

(il) said Individual fibrils having an external diameter In the range of 3.5 to 70 nm and a length to diameter 
ratio of at least 5, and the pores fomied between the fibrils being mesopores or macropores, wherein the 
cartoon fibril aggregate is substantially free of micropores having a diameter less than 20A, and has a 
porosity from 2 to 8 ml/gm and a specific surface area of at least 250 m^gm and less than 1 000 m2/gm; and 

(b) a catalytically effective amount of a catalyst supported on said cataiyst support. 

2. A supported catalyst according to claim 1 , wherein the cosupport material con^prises alumina, magnesia, silica, 
silica-alumina, silica-magnesia, molybdena or a zeolite. 

3. A supported catalyst according to daim 1 , wherein the supported catalyst Is a cooitilnatlon complex of a catalytic 
transition metal and a ligand. 

4. A supp orted catalyst according to claim 3, wherein the supported catalyst is a coordination complex of a catalytic 
transition metal selected from palladium, rhodium, or platinum. 

5. A supported catalyst according to claim 3, wherein the ligand Is phosphlne. 

6. A supported catalyst according to claim 1 , wherein the supported catalyst Is selected from iron, chromium, molyb- 
denum, nickel or copper. 

7. A supported cataiyst according to claim 1 , wherein the supported cataiyst Is selected from ruthenium, osmium, 
rtiodium, Iridium, palladium, platinum, or a mixture thereof. 

8. A supported cataiyst according to claim 1 , wherein the supported catalyst Is ferric oxide. 

9. A supported catalyst acconiing to claim 1 , wherein said catalyst comprises a substitution reaction catalyst, an 
addition reaction catalyst, a p-elimination reaction catalyst, a rearrangement reaction catalyst, an oxidation reaction 
catalyst, a reduction reaction catalyst or two or more of the foregoing catalyst. 

10. A supported catalyst according to claim 1, wherein said catalyst comprises a hydrogenation catalyst, a Flscher- 
Tropsch catalyst, an ammonia synthesis catalyst, a hydrodesulf urizatlon catalyst, a cartjoxylatlon catalyst, a Wack- 
er process catalyst, a discrete fibril-fomiing catalyst or a fibril aggregate-forming catalyst. 

11. A process for making a supported catalyst for conducting a fluid phase catalytic chemical reaction comprising: 

adsorbing a catalyst or a catalyst precursor onto a carbon fibril aggregate and a cosupport material until the 
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carbon fibril aggregate and the cosupport material are saturated with the catalyst, 
wherein said carbon fibril aggregate Is defined In claim 1 . 
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